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Description 

This invention relates to propylene polymer connpositions which have improved impact resistance characteristics 
at low temperatures and good transparency. 
5 It is known that tor certain applications it is useful to decrease the crystallinity of polypropylene homopolymer by 

simultaneous copolymerizatlon of propylene with small quantities of ethylene and/or alpha-olefins. such as butene, 
pentene and hexene. 

In this manner one obtains the so called random crystalline propylene copolymers which, as compared to the 
. homopolymer. generally have better flexibility and transparency. 
10 These copolymers can be used in many application sectors, such as for instance irrigation tubes (water hoses), 

transporting drinking water and other liquid foods, heating equipment, single layer bottles tor detergents, multi layer 
bottles for beverages, perfumes, single or coupled film for various packaging, rigid food containers. 

Propylene random copolymers, however, although they have good transparency, do not offer, especially at low 
temperatures, better impact resistance with respect to the homopolymer. which is required tor the applications listed 
IS above. 

It has been known for a long time that the impact resistance of the polypropylene can be improved by adding an 
adequate quantity of propylene-ethylene elastomeric copolymer by mechanical mixing or sequential polymerization; 
usually, however, this copolymer loses its transparency 

To avoid this disadvantage, it has been suggested to mix polypropylene, in the melt phase, with propylene-ethylene 
20 copolymers obtained with specific catalysts and having a specific ethylene content of 70 to 85% by weight (U. S. Patent 
No. 4.634,740. It is further pointed out that lower or higher ethylene contents in the copolymer do not -give the desired 
result's. However, the preparation of such compositions requires the separate synthesis of the homopolymer and the 
copolymer, and their subsequent mixing. This clearly presents a disadvantage from the point of view of initial investment 
and on going cost to produce such material. An added disadvantage is that the propylene-ethylene copolymer is syn- 
25 thesized with catalysts which lack a sufficiently high catalytic activity to avoid the removal of catalyst residues. 

Surprisingly, it has now been found that one can avoid the above disadvantages and obtain propylene polymer 
compositions with good transparency and satisfactory impact resistance through a process comprising the sequential 
polymerization of propylene/ethylene mixtures or propylene/ethylene/higher alphanalefin mixtures to copolymers of ad- 
equate molecular weight, by using stereospecific high yield catalysts supported on magnesium dihalides in active form. 
30 Thus the separate preparation of the components, the expensive mixing of the components In the melt state as well 

as the purification of the separate copolymer components are eliminated. 

Compositions prepared by sequential two stage polymerization with high yield stereospecific catalysts supported 
on magnesium dichloride in active fomn, containing elastomeric propylene-ethylene copolymers with an ethylene content 
within the range of 70 to 85% by weight disclosed in U.S. Patent No. 4,634,740. have given very poor results as far as 
35 impact resistance at low temperatures is concerned. The transparency of the above compositions was satisfactory only 
if the intrinsic viscosity of the portion of the elastomeric copolymer soluble in xylene at room temperature as compared 
to the intrinsic viscosity of the crystalline copolymer of propylene prepared in the first stage and the content of ethylene 
of the elastomeric copolymer meet certain critical values. 

EP-A-0086300 describes a chemically blended propylene polymer composition prepared using a catalyst composed 
40 of a supported titanium catalyst component, an organoaluminium compound and an organic silicon compound. In the 
first stage, propylene containing up to 5 mole % of another olefin is polymerized in the presence of said catalyst. In the 
second stage, a rubbery propylene copolymer and a crystalline ethylene polymer or copolymer are produced in the 
presence of the polypropylene obtained in the first stage. 

The prior art does not teach or suggest that random propylene crystalline copolymers could be obtained through 
45 sequential polymerization with high yield catalysts supported on magnesium dihalides, which would have good trans- 
parency and improved impact resistance characteristics at low temperatures. Now it has been found that it is possible 
to prepare such propylene crystalline copolymers meeting the requirements indicated above. 

The compositions of the invention which satisfy the above requirements, comprise (a) from 70% to 98% (e.g. from 
85% to 98%, preferably from 80% to 95%) by weight of a crystalline copolymer of propylene with ethylene and/or with 
50 an alpha olefin of the formula CH2=CHR, where R is a linear or branched alkyi radical with 2-8 carbon atoms, containing 
85 to 99.5% by weight of propylene, preferably from 90 to 98% of propylene, and 0.5 to 10%, preferably from 1 to 5% 
by weight of ethylene and/or the alpha olefin CH2=CHR (Fraction I), and (b) from 2 to 30 % (e.g. from 2 % to 15%, 
preferably from 5% to 20%) by weight of an elastomeric copolymer of ethylene with propylene and/or a CH2=CHR alpha 
olefin, containing from 20 to 70%. preferably 25 to 60% by weight, of ethylene (Fraction II), the elastomeric copolymer 
55 being partially soluble in xylene at room temperature, and the ratio between the ethylene weight content of the copolymer 
and the weight of the portion of copolymer soluble in xylene being equal to or less than 1 .5 while the intrinsic viscosity 
(I.V.2) of the portion soluble in xylene satisfies the following relation. 
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0.2£(I.V.2/I.V.1)x(C-)^0.6 

where: 1. V 1 is the intrinsic viscosity of the crystalline copolymer (I.V. 1 and I. V.2 being expressed in dl/g). and (Cg) is the 

ethylene weight ratio of Fraction 11. 
5 In the preferred compositions the weight percentage of the fraction soluble in xylene at room temperature is between 

10 and 25% (e.g. between 10 and 15%), while the ratio between the weight of ethylene in the elastomeric copolymer 

and the weight of the fraction soluble in xylene ranges from 0.3 to 1 .5 (e.g. from 0.3 to 0.9). 

By ranging the composition of the crystalline propylene copolymer the rigidity of the final product will decrease as 

the comonomer content of said copolymer increases and at the same time, the transparency will be improved. 
10 The percentage by weight of the elastomeric copolymer of ethylene (Fraction II) which is comprised between 2 and 

30%, preferably between 5 and 20% by weight of the final composition, is critical in the sense that lower percentages 

are insufficient for the achievement of a satisfactory level of Impact resistance, while higher percentages cause an 

excessive decrease of rigidity. 

The composition and the molecular weight of Fraction II are also critical. If the ethylene content of said fraction is 
IS less than 20% or more than 70% by weight, the impact resistance and/or transparency are unsatisfactory. If the intrinsic 

viscosity of the portion of Fraction II which is soluble in xylene at room temperature compared to the intrinsic viscosity 

of the crystalline copolymer and the ethylene content of Fraction II do not satisfy the.relation 

0.2<(I.V.2/l.V.1)x(C2)<0.6 

20 no satisfactory results are obtainable. More precisely the optic properties of the compositions are unsatisfactory for 
values greater than 0.6 while for values lower than 0.2 the Impact resistance is poor. 

The intrinsic viscosity of Fraction I may vary from 1 to 4 dl/g, corresponding to a melt index (M.I.) between 80 and 

0.1 g/10', respectively. 

The M.I. of the final composition is generally from 0.1 to 50 g/10', preferably between 0.5 and 30 g/10'. Nucleants 
25 may be added to the compositions using substances well known by the experts In the field to act as nucleants in order 
to further enhance the transparency and rigidity. 

The compositions of the invention are prepared by sequential polymerization of the monomers In the presence of 
stereospecific Ziegler-Natta catalysts supported on magnesium dihaiides in active form. Such catalyst contain, as an 
essential element, a solid catalyst component comprising a titanium compound having at least one halogen-titanium 
30 bond, and an electron-donor compound supported on a magnesium dihalide in active form. 

The catalysts used in the process of the invention are characterized by the fact that they produce polypropylene 
with an isotactic index higher than 90% in liquid propylene at 70'* C and in the presence of hydrogen in such a concen- 
tration as to provide a polymer having a M.I. between 1 and 10 g/10'. Catalysts with the above indicated characteristics 
are well known in patents literature. 
35 Particularly advantageous are the catalysts described in US 4.339.054 and European patent 45.977. Other exam- 

ples of such catalysts are described in US 4,472.524 and 4,473.660. 

The solid catalytic components used in these catalysts include, as electron -donor compounds, ethers, ketones, 
lactones; compounds containing atoms of N, P and/or S, and esters of mono and dicarboxylic acids. 

Particularly suited are the esters of phthalic acid, such as diisobutyl. dioctyl and diphenylphthalate. benzylbutyl- 
40 phthalate; the esters of malonic acid, such as diisobutyl and diethyl malonate; alkyi and arylpivalates; the alkyi, cycloalkyi 
and aryl maleates; alkyi and aryl carbonates, such as diisobutyl carbonate; ethyl-phenyl carbonate and diphenyl car- 
bonate; succinic acid esters, such as mono and diethyl succinate. The phthalic acid esters are the preferred electron 
donors. 

There are various methods of preparing the above mentioned catalyst components. 
45 The magnesium dihalide, for example (used In the anhydrous state containing less than 1% water), the titanium 

compound and an electron -donor compound can be milled together under conditions whrch cause activation of the 
magnesium dihalide. The milled product is then treated one or more times with an excess of TICI4 at a temperature 
between 80 and 1 35° C and washed repeatedly with a hydrocarbon (e.g. hexane) until all chlorine ions have disappeared 
from the wash. 

so /According to another methods, the anhydrous magnesium halide is preactivated following known methods and then 

treated with an excess of TICU containing an electron-donor compound in solution at a temperature between 80 and 
135**C. The treatment with TiCl4 is eventually repeated and the solid Is then washed with hexane or other suitable 
hydrocarbon solvent to eliminate all traces of unreacted TiCl4 

According to another method a MgClg-nROH (preferably in spherical particle form) where n is usually between 1 
ss and 3. and ROH Is ethanol, butanol. isobutanol, is treated with an excess of TiCl4 containing an electron-donor in solution. 
The temperature ranges generally between 80 and 120°C. The solid is isolated and treated again with TiCU. The solid 
is separated and washed with a hydrocarbon until all chlorine ions have disappeared from the wash. 

According to another method, alcoholates and chloroalcoholates of magnesium (the chloroalcoholate prepared 
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according to the method described in US patent No. 4,220,554), are treated with an excess of TrCl4 containing an 
electron-donor compound in solution, under the reaction conditions described above. 

According to yet another method, complexes of magnesium halides with titanium alcoholates (the MgCl2.2Ti 
(OC4H9)4 complex is a typical example) are treated, in a hydrocarbon solution, with TiC^ in excess containing an elec- 

5 tron-donor compound in solution. The solid product is isolated and treated again with an excess of TiCl4, separated and 
washed with a hydrocarbon compound such as hexane. The T1CI4 treatments are conducted at a temperature ranging 
between 80 and 120''C. According to a variation of this, the complex between the MgClg and titanium alcoholate is 
reacted in a hydrocarbon solution with hydropolysiloxane, the solid product is separated and reacted at 50' C with silicon 
tetrachloride containing an electron-donor in solution. The solid is separated and then treated with TiC^in excess at 

10 80-1 OO^C. 

It is also possible to treat with an excess of TiCl4 containing an electron -donor In solution porous resins, styrene-di- 
vinylbenzene In spherical particle form, or porous inorganic supports such as silica and alumina, impregnated with mag- 
nesium compounds or complexes soluble in organic solvents. 

Useful porous resins and their method of impregnation are described In the application for U.S. counterpart Italian 
IS patent no. 20811 A/88. 

The treatment with T1CI4 is done at 80-100'*C: after separating the unreacted T1CI4, the treatment is repeated, the 
solid separated and then washed with hydrocarbon solvent. 

The molar ratio of MgXg with the electron-donor compound used in the above mentioned reactions is usually between 
4:1 and 12:1. 

20 The amount of electron-donor compound fixed on the solid component is generally from 5 to 20 mole % with regard 
to the magnesium dihalide. 

However, in the case of resinous and inorganic supports, the molar ratio of the magnesium compound and the 
electron donor is higher, and usually is for an electron 0.3 to 0.8. 

In the solid catalyst component the Mg/Ti ratio is generally between 30:1 and 4:1 ; In the solid catalyst components 
2S supported on resinous or on inorganic supports, the ratio is lower and usually is from 3:1 to 2:1 . 

The useful titanium compounds for the preparation of the solid catalytic components are the halides and the halogen 
alcoholates. Titanium tetrachloride is the preferred compound. 

Satisfactory results are obtained also with titanium trihalldes; specifically T1CI3 HR, T\C\^ ARA. and with halogen 
alcoholates such as TiClgOR where R is a phenylic radical. 
30 The above reactions result in the formation of magnesium dihalides in active form. Besides these reactions, other 

reactions are well known in literature, which result in the formation of magnesium dihalide in active form from magnesium 
compound different than the halides, such as magnesium alcoholates or carboxylates. 

The active form of the magnesium halides in solid catalyst components is evidenced by the fact that in the X-ray 
spectrum of the solid catalyst component the high intensity diffraction line which appears in the spectrum of the non-ac- 
3S tlvated magnesium dihalides (having a surface area less than 3 m2/g) is absent and instead there is a halo, with the 
maximum intensity shifted with respect to the position of the high intensity diffraction line of the non activated magnesium 
dihalide, or by the fact that said high intensity diffraction line shows a broadening having a half peak breadth, at least 
30% greater than the one of the highest Intensity diffraction line. 

The most active fomns are those in which the halo appears in the X-ray spectrum of the solid catalyst component. 
40 Among the magnesium dihalides, the chloride is the preferred compound. In the case of the most active forms of 

magnesium dichloride. the X-ray spectrum of the solid catalytic component shows a halo, instead of the diffraction line 
which appear In the spectrum of the non activated magnesium dichloride, at a distance of 2.56A. 

The Al-Alkyl compounds useful as co-catalysts include the Al-trialkyls, such as Al-triethyl, Al-triisobutyl, Al-tri-n-butyl 
and linear or cyclic Al-Alkyl compounds containing two or more Al atoms, linked together through O, or N atoms or SO4 
45 and SO3. 

Examples of these compounds are: 

(CgHgja AI-O-AKCgHgja 

s» (C2H5)2 A1-N-A1(C2H5)2 

/ ^ 
C6H5 

55 
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0 



II 

(C2H5) 2-Al-0-S-0-Al-(C2H5) 2 
O 

CH3 
I 

CH3(Al-0-)n A1(CH3)2 
CH3 

1 

(Al-O-)n 

where n is a number between 1 and 20. 
20 Moreover, one can use AIRgOR', where R' is an aryl radical substituted in one or both of the positions, and R is an 

alkyl radical with 1-6 carbon atoms; and AIR2H compounds, where R has the above Indicated meaning. 

The Al-alkyI compound is used in an amount such that the AI/TI ratios are from 1 to 1000. 

The electron-donor compounds that can be used as electron donors with the Al-alkyI compound cocatalyst include 
aromatic acids esters, such as alkyl benzoates, and specifically 2.2,6.6-tetramethylpiperldene and 2,6-diisopropytpipe- 
2S ridine or silicon compounds containing at least one Si-OR link (R= hydrocarbil radical). 

Examples of suitable silicon compounds are (t-butyl)2Si(OCH3)2. (cyclohexyl)2Si(OCH3)2. (phenyl)2Si(OCH3)2. 

The molar ratio between the Al-alkyI compound and electron-donor used therewith is generally between 5:1 and 
100:1. 

The polymerization is conducted in at least two stages. In one stage Fraction I is prepared and in the other Fraction 
30 11 is prepared, in the presence of the polymer and the catalyst used in the Fraction I stage. The polymerization may be 
conducted in a continuous or batch manner, following known techniques, in liquid phase, In the presence or absence 
of an inert diluent; or in gas phase, or in a combination of liquid and gas phases. 

The reaction times and temperature used in the two stages are not critical. However it is best if they ranged between 
0.5 and 5 hrs, and 50-90'»C respectively. Regulation of the molecular weight is obtained by using known regulators. 
35 particularly hydrogen. 

As already indicated the alpha olefins that can be polymerized with propylene in the formation of the crystalline 
propylene copolymer, and in the formation of the elastomeric copolymer of ethylene and propylene, include CH2=CHR 
olefins where R Is H or an alkyl radical with 2-8 carbon atoms. Examples of such olefins are butene-1, pentene-1. 
hexene-1, 4-methylpentene-1. Details relating to the methods of preparation and the characterization of the products 
40 obtained will be clearly shown by the following examples, whteh illustrate but do not limit the Invention. 

EXAMPLES 1-10 AND COMPARISON EXAMPLES 1C-7C 

Methods of analysis used. 



Intrinsic viscositv 

Determined in tetrahydronaphthalene at 135'C. 
Melt index 

Determined according to ASTM D 1238, condition L. 
Ethvlene content {C2) 

Determined by I.R. spectroscopy 
Fractions soluble and insoluble in xylene 

Determined by solubilizing a sample of material in xylene at 1 25*C and cooling the solution to room temperature. 
The soluble and insoluble fractions are separated by filtratton. 
Flex modulus 

Determined according to ASTM D 790 (tangent). 
Izod impact resistance. 

Determined according to ASTM D 256 (notched) 
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- Ductiie/fraQile transition temperature. 

Determined according to an intemal HIMONT metliod. which is available from request 
Ductile/fragile transition means the temperature at which 50% of the sample shows fragile breakage when 
submitted to the impact of a falling hammer having a predetermined weight and falling from a predetermined height. 
5 - Haze 

Determined according to ASTM D 1003 on plates 1 mm thick. 
Tensile properties 

Determined according to ASTM D 638. 

- Fraction II content 1% by weighty 

10 Determined by comparing the weight of the copolymer formed in the second phase to the final product. 

The copolymer weight was determined by measuring, via calibrated flowmeters with a Fraction 1 1 + 1 g precision, 
the weight of the ethylene and the propylene fed during phase. 

- intrinsic viscosity LV.2. 

The intrinsic viscosity of the xylene soluble part (I.V.2) was calculated according to the following formula: 

I.V.2. = (LV.sp-I.V.si.X,)/(1-X) 

where: 

I.V. SF is the intrinsic viscosity of the xylene soluble fraction of the final composition; 
20 I.V, SI is the intrinsic viscosity of the xylene soluble part of the product obtained in the first polymerization phase; 

is equal to: 

where is the weight percent of fraction I soluble in xylene. Sp is the weight percentage of xylene soluble in 
25 the final product, and is the weight fraction of the product obtained in Fraction I phase compared to the total 

product 

The pelletizing and the molding of the samples for the physical/mechanical characterization were done by pelleti- 
zation at 220°C for the unnucleated products and at 230''C for the nucleated ones. 
30 The molding was done at 190** C for the plates used to determine the haze, and at 210-230'»C (depending on the 

Melt Index) for the other plates. 

The process conditions and the characteristics of the products of the invention and of the comparative examples 
are shown in TABLES 1 (not in the description) and 1 B. Tables 2 (not in the description) and 2B show their physical-me- 
chanical properties. 

35 

- Method of operating 

The polymerization tests were conducted in a 22 liter stainless steel autoclave with a magnetic helicoidal agitator 
operating at about 90 rpm. 

40 Unless othenwise specified, temperature and pressure were maintained constant throughout the course of the 

reaction and hydrogen was used as molecular weight regulator. 

The gas phase (propylene, ethylene, higher -olefin and hydrogen) is continuously analyzed via gas-chromatography. 

The process is done in two phases. In the first phase, propylene is copolymerized with ethylene or an other al- 
pha-olefin to obtain the crystalline copolymer (Fraction 1). 
45 The polymerization in this phase is carried out in a liquid propylene suspension maintaining an adequate and con- 

stant overpressure of the desired comonomer. 

1 n the second phase ethylene is copolymerized with propylene and/or higher alpha olefins to obtain the elastomeric 
fraction (Fraction II). This stage is carried out in gas phase while maintaining the composition of the gaseous mixture 
constant. 

so 

A n st PHASE 

In the autoclave, at room temperature, the following were introduced in order 16 liters of liquid propylene, the 
desired quantity of ethylene and/or higher alpha olefin and hydrogen and the catalyst system formed from a solid 
catalyst component as indicated below, and a mixture of 75 ml of triethyl aluminum and 3.5 g of cyclohexyl meth- 
55 yidimethoxysilane. 

The solid catalyst component was prepared as follows: in a 1 1 glass flask equipped with a condenser, me- 
chanical agitator and thermometer, 625 ml of T1CI4 were introduced under an anhydrous nitrogen atmosphere. While 
agitating at O'C, 25 g of spherical support, MgCl2.2,1C2HsOH, prepared according to the methods described in 
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example 1 of U.S. Patent 4,469.648 are ted 

The ingredients were heated to 100'C in 1 hour. When the temperature reached AO°C, 9 mmoles of diisobutyl- 
phthalate was introduced. The reaction conditfons were maintained at 100'C for 2 hours and then the reaction 
mixture was allowed to settle. The supernatant liquid was then syphoned. 550 ml of T1CI4 were then added and 
5 heated to 120^*0 for 1 hour. 

Again the reaction mixture was allowed to settle and the supernatant was syphoned off. 

The solid residue was washed 6 times with 200 cc aliquots of anhydrous hexane at 60^*0 and 3 times at room 
temperature. 

The catalyst system described above was fed under propylene pressure. The temperature was brought up to 
10 70^c in about 10 minutes and maintained at that temperature during the entire course of the polymerization, while 

at the same time, feeding ethylene and/or higher alpha olefin and hydrogen at a rate and in an amount sufficient to 
maintain the concentration in the gas phase of the reactor constant. 

After the polymerization is essentially complete, practically all the unpolymerized monomer was removed by 
degassing at atmospheric pressure. 
IS B)2"<* PHASE 

The resulting crystalline propylene copolymer product (Fraction I) was then heated to 70"C, after having re- 
moved a portion for various analyses, through a ball valve located at the bottom of the autoclave. A sufficient amount 
of ethylene and propylene and/or higher alpha olefin were fed. in a ratio and in quantities necessary to obtain the 
composition of the gasous phase and p reestablished pressure (such quantities will be called, respectively, saturation 
20 ethylene propylene or higher alpha-olefin). 

During polymerization, the pressure and composition of the gas phase were maintained constant by feeding 
hydrogen and a ethylene-propylene and/or higher alpha olefin mixture which had the same composition of the 
desired copolymer (Fraction II). The feeding of the individual monomers was done with flow meter and the compo- 
sition of the mixture and the quantity consumed is determined with recording/totalizing instruments. 
2S The length of the feeding time varied according to the reactivity of the mixture used and the amount of the 

copolymer necessary to give the desired proportion between Fraction II and Fraction I. 

At the end of the run the powder was discharged, stabilized following known techniques, dried in an oven at 
60** C under a nitrogen flow and palletized. 

The product may be eventually nucleated by adding an adequate quantity of DBS (di-benzylidenesorbitol). 
30 usually 2000 ppm, prior to palletizing. 
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Claims 

1 . A polymer composition comprising: 

a) 70-98 % by weight of a crystalline copolymer of propylene with ethylene and/or with a CH2=CHR alpha olefin, 
where R is a linear or branched alkyi radical with 2-8 carbon atoms containing 85 to 99.5 % by weight of propylene 
and 0.5 to 10 % by weight of ethylene and/or alpha olefin, b) 2-30 % by weight of elastomeric copolymer of 
ethylene with propylene and/or a CH2=CHR olefin containing from 20 to 70 % by weight of ethylene, said elas- 
tomeric copolymer being partially soluble in xylene at room temperature and being furthermore characterized 
by the fact that the ratio between the ethylene weight content in the elastomeric copolymer and the weight of 
the portion of elastomeric copolymer soluble in xylene is equal to or less than 1 .5, while the intrinsic viscosity 
(I.V.2.) of the portion soluble in xylene satisfies the following relatbn: 

0.2^(I.V.2/I.V.1)x(C2)^0.6 
where LV.1 is the intrinsic viscosity of the crystalline propylene copolymer a). I. VI and I.V.2 are expressed in 
dl/g and (C2) is the ethylene weight ratio of the elastomeric copolymer b). 

2. The polymer composition of claim 1 comprising 80-957o by weight of a crystalline propylene copolymer a), which 
contains 90 to 98% by weight of propylene and from 1 to 5% by weight of ethylene, and 6-20% by weight of elas- 
tomeric copolymer b), which contains from 25 to 60% by weight of ethylene. 

3. The composition of claim 1 or 2, wherein the weight percentage of the portion soluble in xylene at room temperature 
is between 10 and 25%. and the ratio between the weight of the ethylene in the elastomeric copolymer and the 
weight of the soluble portion is between 0.3 and 1 .5. 

4. A process for the preparation of the composition of claim 1 to 3. wherein in a first stage, propylene mixtures with 
ethylene and/or CH2=CHR alpha olefins, where R has the above indicated meaning, are polymerized, in the pres- 
ence of stereospecific catalysts supported on magnesium dihalide in active form, in order to obtain the crystalline 
propylene copolymer a) and in which, in a second stage, are polymerized ethylene mixtures with propylene and/or 
a CH2=CHR alpha olefin in order to obtain the elastomeric ethylene copolymer b), operating, in this stage, in the 
presence of the catalyst used in the first stage and the polymer therein formed. 



Revendicatlons 

1 . Une composition de polymere comprenant: 

(a) de 70% k 98% en poids d'un copolym^re cristallin du propylene avec I'6thyl6ne et/ou avec une alpha-ol6fine 
CH2=CHR, ou R est un radical alkyle Iin6aire ou ramifi6 comportant de 2 A 8 atomes de cariDone, contenant 
85% k 99,5% en poids de propylene et 0,5% k 10% d'6thylene et/ou d'alpha-ol6fine, et 

(b) de 2% k 30% en poids de copolym^re 61astom6re d'6thyl6ne avec le propylene et/ou d'alpha-ol6fine 
CH2=CHR, comportant de 20% k 70% d'6thyl6ne. ledit copolymSre 61astom6re dtant partiellement soluble dans 
le xylfene a la temperature ambiante et 6tant en outre caracterise par ie fait que le rapport entre la teneur en 
poids d'6thylene du copolymere elastomere et le poids de la fraction du copolym6re 6lastomere soluble dans 
le xyl6ne est 6gal ou inf6rieur k 1,5, tandis que la viscositd intrinsdque (I.V.2) de la fraction soluble dans le 
xylene satisfait la relation suivante: 

0,2 <(I.V.2/l.V.1)x(C2)^0,6 

ou: 

I.V1 . est la viscosite intrins^que du copolymere cristallin a), I. VI et 1.V2 6tant exprim6s en dl/g. et 
(C2) est la proportion pond6ra!e d'6thyl6ne du copolymere 6lastom6re b). 

2. La composition de polymere selon la revendlcation 1 , comprenant 80 k 95% en poids de copolymere de propylene 
cristallin a), qui contient 90 k 98% en poids de propylene et de 1 ^ 5% en poids d'dthyiene et 5 Si 20% en poids de 
copolymere Elastomere b) qui contient 25 k 60% en poids methylene. 
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3. La composition de polymere selon la revendicatlon 1 ou 2. dans laquelle le pourcentage en poids de la traction 
soluble dans le xylene 6 la tempdrature ambiante est comprise entre 10 et 25% en poids. et le rapport entre le poids 
de I'dthylene dans le copolymere 6lastomere et le poids de la fraction soluble est compris entre 0.3 et 1 ,5. 

5 4 Un proc6d6 de preparation selon les revendications 1 ^ 3. dans lequel. dans une premiere 6tape. on polymerise 
des melanges de propylene avec I'dthylfene eVou des alpha-oi6fines CH2=CHR, ou R a la signification Indiqude 
ci-dessus, en presence de catalyseurs ster6ospecifiques support6s sur du dihalog6nure de magnesium sous forme 
active, pour obtenir le copolym6re de propylene cristallin a) et dans lequel, dans une seconde 6tape. on polym6nse 
des melanges d'6thyl6ne avec le propylene et/ou une alpha-oldflne CH2=CHR afin d'obtenir un copolymdre d'6thy- 

70 I6ne elastomere b). en operant, dans cette 6tape, en presence du catalyseur utilise dans la premiere etape et du 

polymere forme dans celle-ci. 



Patentanspruehe 

IS 

1. Polymerzusammensetzung umfassend: 

a) 70-98 Gew. -% eines kristallinen Copolymeren von Propylen mit Ethy len und/oder mit einem CHgsCHR a-Ole- 
fin, worin R f Or einen linearen oder verzweigten Alkylrest mit 2 bis 8 Kohlenstoffatomen steht, enthaltend 85-99,5 

20 Gew.-% Propylen und 0,5-10 Gew.-% Ethylen und/oder a-Oiefin, 

b) 2-30 Gew.-% eines elastomeren Copolymeren von Ethylen mit Propylen und/oder einem CH2=CHR Olefin 
enthaltend 20-70 Gew.-% Ethylen, wobei das elastomere Copolymere in Xylol bel Raumtemperatur teilweise 
loslich ist. und weiterhin gekennzeichnet dadurch. daB das Verhaltnis zwischen dem Ethylen-Gewlchtsgehalt 
in dem elastomeren Copolymeren und dem Gewicht des in Xylol loslichen Anteils des elastomeren Copolyme- 

2S ren gleich oder geringer als 1,5 ist, wahrend die Intrinsic-Viskositat (I.V.2.) des in Xylol loslichen Anteils der 

folgenden Glelchung: 

0,2^(I.V.2/I.V.1)x(C2)5 0,6 

worin I.V.1 die Intrinsic-Viskositat des kristallinen Propylen-Copolymeren a) ist. I.V.I und l.V.2 in dl/g ausge- 
30 druckt sind und (Cg) das Ethylen-Gewichtsverhaltnis des elastomeren Copolymeren b) wiedergibt. 

2. Polymerzusammensetzung gemafJ /\nspruch 1 , umfassend 80-95 Gew.-% eines kristallinen Propylen-Copolymeren 
a), welches 90-98 Gew.-% Propylen und 1-5 Gew.-% Ethylen enthalt. und 5-20 Gew,-% des elastomeren Copoly- 
meren b), welches 25-60 Gew.-% Ethylen enthalt. 

35 

3. Zusammensetzung gemaO Anspruch 1 oder 2. worin der Gewlchtsprozent-Anteil des in Xylol bei Raumtemperatur 
loslichen Anteils zwischen 10 und 25% betragt. und das Verhaltnis zwischen dem Gewicht des Ethylens in dem 
elastomeren Copolymeren und dem Gewicht des loslichen Anteils zwischen 0,3 und 1 .5 betragt. 

40 4. Verfahren zur Herstellung der Zusammensetzung gemaO Anspruch 1 bis 3. worin In einer ersten Stufe Propy- 
len-Mischungen mit Ethylen und/oder CH2=CHR a-Olefinen, worin R die vorstehend angegebene Bedeutung 
besitzt, in Gegenwart von stereospezifischen Katalysatoren. Trager-gestOUt auf Magnesiumdihalogenid in aktiver 
Form, polymerisiert werden. urn zu dem kristallinen Propylen-Copolymeren a) zu gelangen, und worin in einer zwei- 
ten Stufe Ethylen-Mischungen mit Propylen und/oder einem CH2=CHR a-Olefin zur Erzielung des elastomeren 

4S Ethylen-Copolymeren b) polymerisiert werden. wobei man bei dieser Stufe in Gegenwart des in der ersten Stufe 

venwendeten Katalysators und des hierin gebildeten Polymeren ariDeitet. 
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